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POLYMERIC SYRINGE BODY AND STOPPER 
DESCRIPTION 

Technical Field 

The present invention relates generally to a polymeric syringe body and 
stopper, and more specifically to a syringe body produced from a cyclic olefin 
copolymer in combination with an elastomeric stopper. 

5 

Background Prior Art 

Typically, glass syringe bodies are manufactured by producing the syringe 
body in a production plant. The syringe bodies are packaged and shipped to a 
pharmaceutical plant where they are unpackaged, filled, sealed tightly, and sterilized. 

10 The syringe bodies are then repackaged and ready to be delivered to the end user. 
This process is inefficient and costly. 

Recently , syringe bodies have been manufactured from polymeric resins. The 
polymeric syringe bodies replaced glass syringe bodies which were costly to produce 
and caused difficulties during the manufacturing process because the glass would chip, 

1 5 crack, or break. The broken glass particles would not only become hazards to workers 
and manufacturing equipment, but would also become sealed within the glass syringe 
body causing a potential health hazard to a downstream patient. 

U.S. Patent No. 6,065,270 (the '270 patent), issued to Reinhard et al. and 
assigned to Schott Glaswerke of Germany, describes a method of producing a 

20 prefilled, sterile syringe body from a cyclic olefin copolymer (COC) resin. A COC 
polymer is useful in the manufacture of syringe bodies because it is generally clear and 
transparent COC resins are, for example, disclosed in U.S. Patent No. 5,610,253 
which is issued to Hatke et al. and assigned to Hoechst Akteiengesellschaft of 
Germany. 

25 The c 270 patent includes a method of manufacturing a filled plastic syringe 

body for medical purposes. The syringe body comprises a barrel having a rear end 
which is open and an outlet end with a head molded thereon and designed to 
accommodate an injection element, a plunger stopper for insertion into the rear end of 
the barrel to seal it, and an element for sealing the head. The method of 
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manufacturing the syringe body includes the steps of: (1) forming the syringe body by 
injection molding a material into a core in a cavity of an injection mold, the mold 
having shape and preset inside dimensions; (2) opening and mold and removing the 
formed syringe body, said body having an initial temperature; (3) sealing one end of 
5 the barrel of the plastic syringe body; (4) siliconizing an inside wall surface of the 
barrel of the plastic syringe body immediately after the body is formed and while the 
body remains substantially at said initial temperature; (5) filling the plastic syringe 
body through the other end of the barrel of the plastic syringe body; and (6) sealing 
the other end of the barrel of the plastic syringe body, wherein the method is carried 

10 out in a controlled environment within a single continuous manufacturing line. 
According to the method of the '270 patent, the sterilization step is applied to the 
filled and completely sealed ready-to-use syringe body. Historically, sterilization of 
finished syringe components (barrel, plunger, and tip cap) has been conducted using 
ethylene oxide, moist-heat or gamma irradiation. 

15 Summary of the Invention 

Other features and advantages of the invention will be apparent from the 
following specification taken in conjunction with the following drawings. 

The present invention provides a flowable materials container. The container 
has a body of a cyclic olefin containing polymer or a bridged polycyclic olefin 

20 containing polymer, the body defining a chamber to contain flowable materials, the 
chamber having an opening; an elastomeric component attached to the body and 
providing a seal of the chamber; and wherein the body when filled with 1 ml of water 
suitable for injection and sealed with the elastomeric component and stored for 3 
months generates less than 4 ppm of chlorides in the water. 

25 The present invention further provides a flowable materials container having 

body of a homopolymer, copolymer or terpolymer of norbornene, the body defining a 
chamber to contain flowable materials, the chamber having an opening; and an 
elastomeric component providing a seal of the opening and the component being a 
butyl rubber. 

30 The present invention further provides a syringe having a syringe body of a 

norbornene and ethylene copolymer, the body defining a chamber for containing water 
and having an opening; and a plunger seal of a halobutyl based elastomer sealing the 
opening. 
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The present invention further provides a syringe body of a norbornene and 
ethylene copolymer, the body defining a chamber for containing water and having an 
opening; a plunger seal of a halobutyl based elastomer sealing the opening; and 
wherein the syringe meets all requirements of the United States Pharmocopoeia for 
5 sterile water for injection. 

The present invention further provides a sterile water for injection syringe 
having a syringe body of a norbornene and ethylene copolymer, the body defining a 
chamber containing water and having an opening; a plunger seal of a halobutyl-based 
elastomer forming a fluid tight seal of the opening; and wherein the syringe meets all 

10 requirements of the United States Pharmocopoeia for sterile water for injection. 

The present invention further provides a method for filling a syringe including 
the steps of: (1) providing a syringe body of a norbornene and ethylene copolymer and 
having an opening; (2) sterilizing the syringe body to define a sterilized syringe body; 
(3) transferring the sterilized syringe body to a sterile environment while maintaining 

1 5 the sterility of the sterilized syringe body; filling the sterilized syringe body with an 
appropriate quantity of sterile water for injection; (4) sealing the opening with an 
elastomeric component of a halobutyl based elastomer to define a sterile water for 
injection syringe; and wherein the sterile water for injection syringe meets the 
requirements of the United States Pharmocopoeia for sterile water for injection. 

20 The present invention further provides a method for filling a syringe including 

the steps of: (1) providing a syringe body of a norbornene and ethylene copolymer and 
having an opening; (2) sterilizing the syringe body to define a sterilized syringe body; 
(3) transferring the sterilized syringe body to a sterile environment while maintaining 
the sterility of the sterilized syringe body; (4) immediately filling the sterilized syringe 

25 body with an appropriate quantity of sterile water for injection; (5) sealing the opening 
with an elastomeric component of a halobutyl-based elastomer to define a sterile water 
for injection syringe; and (6) wherein the sterile water for injection syringe meets the 
requirements of the United States Pharmocopoeia for sterile water for injection. 
Brief Description of the Drawings 

30 Figure 1 is a view of a syringe body; 

Figure 2 is a flowchart of the method of the present invention; 
Figure 3 is a flowchart of a second embodiment of the method of the present 
invention; 
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Figure 4 is a flowchart of a third embodiment of the method of the present 
invention; and 

Figure 5 is a plot showing the trend in pH of the sterile water for injection 
within a syringe of the present invention days to fill. 

5 

Detailed Description 

While this invention is susceptible of embodiments in many different forms, 
there are shown in the drawings and will herein be described in detail, preferred 
embodiments of the invention with the understanding that the present disclosures are 

10 to be considered as exemplifications of the principles of the invention and are not 
intended to limit the broad aspects of the invention to the embodiments illustrated. 

The present invention is directed to a method for continuously producing 
sterile prefilled container, such as a medical vial but preferably a prefilled, sterile, 
polymeric syringe body. Throughout this specification, syringe bodies are used as an 

15 illustrative example of the type of container provided; however, it should be 

understood that method of the present invention can be applied to any containers, 
vials, other types of storage vessels, or IV kits without departing from the spirit of the 
invention. The containers of the present invention can be used to contain flowable 
materials. A flowable material is one that can flow under the force of gravity or when 

20 entrained in a pressurized fluid stream such as air. The container further includes 
components, such as cartridges, of a needlefree injection system such as those 
disclosed in representative U.S. Patents 5,399,163, 5,891,086, 6,096,002 and PCT 
International Publication No. WO 00/35520, each of which is incorporated herein by 
reference and made a part hereof. 

25 Referring to Figure 1, the syringe bodies 1 are of the type having at least one 

interior chamber 2 defined by an inner cylindrical sidewall 3, a tip end 4 having an 
opening adapted for receiving an injection needle or the like and a larger open end 5 
for receiving a plunger arm 6a having a plunger seal 6b at a distal end of the plunger 
arm for activating a flow of a fluid substance outwardly from the chamber 2 through 

30 the tip end 4. The tip ends 4 are typically equipped with a tip cap 7. Such syringe 
bodies 1 are commonly used in medical applications. 
I. Syringe bodies 
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The syringe bodies 1 can be produced from glass or any suitable polymer, but 
are preferably produced from cyclic olefin containing polymers or bridged poly cyclic 
hydrocarbon containing polymers. These polymers, in some instances, shall be 
collectively referred to as COCs. 
5 The use of COC-based syringe bodies overcome many of the drawbacks 

associated with the use of glass syringe bodies. The biggest drawbacks of glass 
syringe bodies are in connection with the handling of the glass syringes. For instance, 
the glass syringes are often chipped, cracked, or broken during the manufacturing 
process. Glass particles may become trapped within the syringe bodies and 

1 0 subsequently sealed within the syringe barrel with the medical solution. This could be 
hazardous to a patient injected with the medical solution. Additionally, the glass 
particles could become a manufacturing hazard by causing injury to plant personnel or 
damage to expensive manufacturing equipment. 

Suitable COC polymers include homopolymers, copolymers and terpolymers. 

1 5 obtained from cyclic olefin monomers and/or bridged poly cyclic hydrocarbons as 
defined below. 

Suitable cyclic olefin monomers are monocyclic compounds having from 5 to 
about 10 carbons in the ring. The cyclic olefins can be selected from the group 
consisting of substituted and unsubstituted cyclopentene, cyclopentadiene, 
20 cyclohexene, cyclohexadiene, cycloheptene, cycloheptadiene, cyclooctene, 

cyclooctadiene. Suitable substituents include lower alkyl, acrylate derivatives and the 
like. 

Suitable bridged polycyclic hydrocarbon monomers have two or more rings 
and more preferably contain at least 7 carbons. The rings can be substituted or 

25 unsubstituted. Suitable substitutes include lower alkyl, aryl, aralkyl, vinyl, allyloxy, 
(meth) acryloxy and the like. The bridged polycyclic hydrocarbons are selected from 
the group consisting of those disclosed in the below incorporated patents and patent 
applications and in a most preferred form of the invention is norbornene. 

Suitable homopolymer and copolymers of cyclic olefins and bridged polycyclic 

30 hydrocarbons and blends thereof can be found in U.S. Patent Nos. 5,21 8,049, 
5,854,349, 5,863,986, 5,795,945, 5,792,824; EP 0 291,208, EP 0 283,164, EP 0 
497,567 which are incorporated in their entirety herein by reference and made a part 
hereof. These homopolymers, copolymers and polymer blends may have a glass 
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transition temperature of greater than 50 °C, more preferably from about 70 °C to about 
180°C, a density greater than 0.910 g/cc and more preferably from 0.910g/cc to about 
1.3 g/cc and most preferably from 0.980 g/cc to about 1.3 g/cc and have from at least 
about 20 mole % of a cyclic aliphatic or a bridged poly cyclic in the backbone of the 
5 polymer more preferably from about 30-65 mole % and most preferably from about 
30-60 mole %. 

Suitable comonomers for copolymers and terpolymers of the COCs include a- 
olefms having from 2-10 carbons, aromatic hydrocarbons, other cyclic olefins and 
bridged polycyclic hydrocarbons. 

10 The presently preferred COC is a norbornene and ethylene copolymer. These 

norbornene copolymers are described in detail in U.S. Patent Nos. 5,783,273, 
5,744,664, 5,854,349, and 5,863,986. The norborene ethylene copolymers preferably 
have from at least about 20 mole percent norbornene monomer and more preferably 
from about 20 mole percent to about 75 mole percent and most preferably from about 

15 30 mole percent to about 60 mole percent norbornene monomer or any combination or 
subcombination of ranges therein. The norbornene ethylene copolymer should have a 
glass transition temperature of from about 70-180°C, more preferably from 70-130°C. 
The heat deflection temperature at 0.45 Mpa should be from about 70 °C to about 
200°C, more preferably from about 75 °C to about 150°C and most preferably from 

20 about 76 °C to about 149 °C. Also, in a preferred form of the invention, the COC is 
capable of withstanding, without significant heat distortion, sterilization by an 
autoclave process at 121 °C. Suitable copolymers are sold by Ticona under the 
tradename TOPAS under grades 6013, 6015 and 8007 (not autoclavable). 

Other suitable COCs are sold by Nippon Zeon under the tradename ZEONEX 

25 and ZEON OR, by Daikyo Gomu Seiko under the tradeanme CZ resin, and by Mitsui 
Petrochemical Company under the tradename APEL. 

It may also be desirable to have pendant groups associated with the COCs. 
The pendant groups are for compatibilizing the COCs with more polar polymers 
including amine, amide, imide, ester, carboxylic acid and other polar functional 

30 groups. Suitable pendant groups include aromatic hydrocarbons, carbon dioxide, 

monoethylenically unsaturated hydrocarbons, acrylonitriles, vinyl ethers, vinyl esters, 
vinylamides, vinyl ketones, vinyl halides, epoxides, cyclic esters and cyclic ethers. 
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The monethylencially unsaturated hydrocarbons include alkyl acrylates, and aryl 
acrylates. The cyclic ester includes maleic anhydride. 

Polymer blends containing COCs have also been found to be suitable for 
fabricating syringe bodies 1. Suitable two-component blends of the present invention 

5 include as a first component a COC in an amount from about 1% to about 99% by 
weight of the blend, more preferably from about 30% to about 99%, and most 
preferably from about 35% to about 99% percent by weight of the blend, or any 
combination or subcombination or ranges therein. In a preferred form of the invention 
the first component has a glass transition temperature of from about 70 °C to about 

10 1 3 0 ° C and more preferably from about 70-110°C. 

The blends further include a second component in an amount by weight of the 
blend of about 99% to about 1%, more preferably from about 70% to about 1% and 
most preferably from about 65% to about 1%. The second component is selected 
from the group consisting of homopolymers and copolymers of ethylene, propylene, 

1 5 butene, hexene, octene, nonene, decene and styrene. In a preferred form of the 

invention the second component is an ethylene and a-olefin copolymer where the a- 
olefm has from 3-10 carbons, and more preferably from 4-8 carbons. Most preferably 
the ethylene and a-olefin copolymers are obtained using a metallocene catalyst or a 
single site catalyst. Suitable catalyst systems, among others, are those disclosed in 

20 U.S. Patent Nos. 5,783,638 and 5,272,236. Suitable ethylene and a-olefin copolymers 
include those sold by Dow Chemical Company under the AFFINITY and ENGAGE 
tradenames, those sold by Exxon under the EXACT tradename and those sold by 
Phillips Chemical Company under the tradename MARLEX. 

Suitable three-component blends include as a third component a COC selected 

25 from those COCs described above and different from the first component. In a 
preferred form of the invention the second COC will have a glass transition 
temperature of higher than about 120°C when the first COC has a glass transition 
temperature lower than about 120°C. In a preferred form of the invention, the third 
component is present in an amount by weight of from about 10-90% by weight of the 

30 blend and the first and second components should be present in a ratio of from about 
2: 1 to about 1 :2 respectively of the first component to the second component, 
about 70-1 00 °C. 
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In a preferred three-component blend, a second norbornene and ethylene 
copolymer is added to the two component norbornene-ethylene/ethylene 4-8 carbon a- 
olefin blend. The second norbornene ethylene copolymer should have a norbornene 
monomer content of 30 mole percent or greater and more preferably from about 35-75 
5 mole percent and a glass transition temperature of higher than 120°C when the first 
component has a glass transition temperature of lower than 1 20 °C. 
II. Plunger seal, vial stoppers and other elastomeric components 

The plunger seal 6b, vial stopper or other elastomeric component used in 
conjunction with the COCs set forth above are fabricated from a polymeric material 

1 0 and more preferably a polymeric material that will not generate unacceptable levels of 
halogens after processing, filling with sterile water for injection, sterilization and 
storage. More particularly, a syringe body or vial made from one of the COCs set forth 
above having been filled with 1 ml of sterile water for injection and stoppered with a 
plunger arm 6a having an elastomeric plunger seal 6b (or other type stopper or closure 

1 5 suitable for the corresponding flowable materials container) will generate less than 
about 4 ppm of chlorides after three months of storage, more preferably less than 
about 3 ppm and most preferably less than about 2 ppm of chlorides. In a preferred 
form of the invention the plunger seal 6b is essentially latex-free and even more 
preferably 100% latex-free. 

20 In an even more preferred form of the invention the plunger seal 6b and COC 

body 1 shall meet all limitations set by the United States Pharmocopoeia (Monograph 
No. 24, effective as of filing this patent application) for sterile water for injection. 
The USP for sterile water for injection is incorporated herein by reference and made a 
part hereof. In particular, USP sterile water for injection specifies the following 

25 limitations on concentrations: pH shall be from 5.0-7.0, ammonia less than 0.3 mg/ml, 
chlorides less than 0.5 mg/ml and oxidizable substances less than 0.2 mmoL The USP 
further specifies the absence of the following components when measured in 
accordance with the USP: carbon dioxide, sulfates and calcium ions. 

Suitable polymeric materials for elastomeric components include synthetic 

30 rubbers including styrene-butadiene copolymer, acrylonitrile-butadiene copolymer, 
neoprene, butyl rubber, polysulfide elastomer, urethane rubbers, stereo rubbers, 
ethylene-propylene elastomers. In a preferred form of the invention, the elastomeric 
component is a halogenated butyl rubber and more preferably a chlorobutyl-based 
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elastomer. A presently preferred chlorobutyl-based elastomeric formulation are sold 
by Stelmi under the trade name ULTRAPURE 6900 and 6901. 

It has been further observed that the USP requirements for sterile water for 
injection are met when the containers of the present invention are prepared using the 
5 following methods. 
III. Method 

Referring to Figures 2 through 4, embodiments of the method of the present 
invention are illustrated in flowchart format. These embodiments generally comprise 
the steps of producing a plurality of syringe bodies 10, transferring the syringe bodies 

10 to a sterilization station 30, sterilizing the syringe bodies 50, transferring the syringe 
bodies to a sterile environment 70 ? processing the syringe bodies within the sterile 
environment 90, transferring the syringe bodies to a packaging station 110, and 
packaging the syringe bodies 130. 

The methods of producing the sterile prefilled syringe bodies as disclosed 

15 herein do not require human intervention. Thus, contamination from human contact is 
eliminated. To maximize manufacturing of the sterile prefilled syringe bodies dual 
first and second manufacturing lines may be operated. The second lines are 
designated by prime reference numerals. 

Referring specifically to Figure 2, the producing the syringe bodies step 1 0 of 

20 this embodiment includes continuously producing a plurality of syringe bodies 12a 
and 12b. Preferably, the syringe bodies are injection molded from a COC defined 
above. Typically, the syringe bodies can be molded at a rate of 1 50 units per minute. 
Thus, in order to satisfy faster downline subprocesses, two separate 150 unit per 
minute molding stations 12a and 12b are provided. Once the syringe bodies are 

25 molded, they are transferred to a quality control station 14a and 14b where the syringe 
bodies are inspected and weighed. Syringe bodies which satisfy a predetermined 
specification are transferred to a tip cap station 16a and 16b where tip caps are added 
to each syringe body to effectively seal and close the tip end of the syringe body. 
Next, the interior of the syringe bodies are lubricated, preferably with silicone. The 

30 siliconizing can be carried out prior to the tip caps being added without departing from 
the spirit of the invention. 

During the transferring the syringe bodies to a sterilization station step 30, the 
syringe bodies are transported along a conveyor to a sterilization station. This differs 
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from typical manufacturing methods wherein the syringe bodies are produced at 
separate location, pre-sterilized, placed in nest trays or tubs, wrapped, and transported 
to a second manufacturing location where the tubs are unwrapped and processed in a 
batch sterilization procedure. 
5 The sterilization of the syringe bodies is carried out during the sterilizing the 

syringe bodies step 50. The sterilization station may include a terminal process 
performed within an autoclave or an irradiation process. If performed in an autoclave, 
the sterilization medium is typically steam. Gamma radiation is typically provided to 
sterilize the syringe bodies through irradiation. In the methods of the present 

10 invention, however, electron beam (e-beam) irradiation is preferably provided to 
sterilize the syringe bodies. Biosterile of Fort Wayne, Indiana supplies an electron 
accelerator which is capable of sterilizing the syringe bodies. The electron accelerator 
is sold under the tradename SB5000-4. E-beam irradiation is preferable to steam 
because irradiation sterilization is faster; it saves manufacturing space; and steam 

1 5 creates waste and causes a material handling problem. E-beam irradiation is 

preferable over gamma radiation because e-beam irradiation is less damaging to the 
syringe bodies and it is faster. With e-beam irradiation, there is less coloration of the 
polymeric material; thus, the clinician's ability to inspect the syringe body and its 
contents is improved. 

20 The e-beam dose delivered to the syringe bodies is preferably in the range of 

10-50 kGy, or any range or combination of ranges therein, and more preferably 25 kGy 
at approximately lMeV to 10 MeV, or any range or combination of ranges therein, but 
preferably less than or equal to 1 MeV. In studies of the effect e-beam irradiation has 
on final pH of the medical solutions within the prefilled syringe bodies (which will be 

25 described in more detail below), some syringe bodies were given doses greater than 40 
kGy. 

The dosage may be delivered by a single beam; however, to deliver a uniform 
dosage to the syringe bodies, a dual beam system is preferred. The dual e-beam 
system minimizes dosage variation across the syringe bodies. Accordingly, it is 
30 further preferred to have an e-beam source located on opposing sides of the conveyor. 
Once individual syringe bodies are sterilized, they are sterile transferred to a 
sterile environment 70 to maintain the sterility of the syringe bodies. The sterile 
environment is generally a presterilized enclosure in which sterile operations take 
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place under sterile conditions, such as an enclosed isolator, class 100 environment, or 
other sterile environment. The e-beam sterilization station generates a curtain or field 
of electrons which provides a sterile ambient atmosphere prior to the syringe bodies 
entering an adjacent, enclosed, sterile environment or isolator. This is advantageous 
5 because the syringe bodies do not need to be wrapped or otherwise sealed to remain 
sterilized as they are transferred to the sterile environment. In other words, the syringe 
bodies enter the sterilization station and remain unwrapped and sterilized as they are 
transferred through the curtain of electrons to the sterile environment. Thus, less 
handling is required; there is less paper and/or wrapping waste; and it allows the 

10 process to proceed continuously because there is no delay for wrapping and 
unwrapping of the syringe bodies. 

The next step, processing the syringe bodies within the sterile environment 90, 
includes at least three sub-steps, namely filling the syringe bodies with a sterile 
medical solution 96, transferring a sterile plunger for each syringe body into the sterile 

1 5 environment 98, and adding a plunger to an open end of each syringe body 1 00. The 
medical solution is generally introduced by a filler unit provided by Inova GmbH of 
Schwabisch Hall, Germany. The medical solution is introduced into the syringe 
bodies via the open end of the syringe bodies which is opposite the tip capped end, 
although the medical solution can also be introduced through the tip end without 

20 departing from the spirit of the invention. 

The plungers are sterilized prior to being transferred into the isolator 98 and 
may be sterilized in any conventional manner but are preferably processed through the 
e-beam unit. Once filled with the medical solution, the step of inserting a plunger into 
the open end of each syringe body 100 is carried out. Once inserted within the open 

25 end of the syringe body, the plunger forms a seal with an inner sidewall of the syringe 
body wherein the medical solution is sealed within the syringe body. The inner 
sidewall of the syringe bodies have been previously siliconized so that the inner 
sidewall of the syringe bodies are lubricated, and the plungers will not become fused 
or adhered to the inner sidewalls. The plungers are automatically added to the syringe 

30 bodies as part of the Inova filler process. 

The material used to produce the plungers must be compatible with the 
process. If a material oxidizes as a result of the e-beam irradiation, the oxidizing 
substances may leach into the contents of the syringe body. Therefore, the stopper is 
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preferably from an elastomeric material such as chlorobutyl rubber, such as Stelmi 
6901. 

The next step is transferring the syringe bodies to the packaging station 110 
from the isolator. In this embodiment, syringe bodies are typically transferred along 
5 conveyor; however, any transfer mechanism, such as a manual procedure, a sequential 
loader, via transfer tubs, or the like, can be used without departing from the spirit of 
the invention. 

This transfer step 110 includes the step of transferring the syringe bodies from 
the isolator 112 and may optionally include a post-fill sterilization step 114. In this 

10 optional sterilization step 1 14, the syringe bodies and the contents thereof are 
sterilized either by ultraviolet radiation or steam. The ultraviolet sterilization is 
performed in-line and takes seconds. Any number of ultraviolet techniques may be 
employed, such as UV-C (254 rati), medium pressure UV, or pulsed UV. Steam 
sterilization is performed off-line in an autoclave and generally takes hours. 

1 5 Following the optional post-fill sterilization step, the syringe bodies are 

transferred from the optional sterilization station to the packaging station 116. During 
the packaging station step 130, a plunger rod is fixedly attached to the plunger, and the 
finished syringes are inspected, labeled, and packaged for shipment to an end user. It 
is contemplated that no human intervention is required to inspect, label, and package 

20 the syringe bodies. 

Referring to Figure 3, a second method of the present invention is illustrated. 
This method is similar to the first method and also comprises the steps of producing a 
plurality of syringe bodies 10, transferring the syringe bodies to sterilization station 
30, sterilizing the syringe bodies 50, sterile transferring the syringe bodies to a sterile 

25 environment 70, processing the syringe bodies within the sterile environment 90, 
transferring the syringe bodies to a packaging station 110, and packaging the syringe 
bodies 130. 

In this embodiment, the producing the syringe bodies step 10 does not include 
the sub-step of adding a tip cap to each molded syringe body. Rather, the tip caps are 
30 added to the syringe bodies subsequent to sterilization. 

Here, the processing the syringe bodies within the sterile environment 90 step 
at least includes the sub-steps of transferring a sterilized tip cap for each syringe body 
into the sterilized environment 92, adding a tip cap to an open tip of each syringe body 
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94, filling the syringe bodies with a medical solution 96, transferring a sterile plunger 
for each syringe body into the sterile environment 98, and adding the plunger to an 
open end of a syringe body 100. 

The tip caps are sterilized prior to being sterile transferred into the isolator 92 
5 and may be sterilized in any conventional manner but are preferably processed through 
the e-beam unit or, alternatively, through a separate dedicated e-beam unit.. The 
plungers are processed in a similar manner. The tip caps are preferably added to the 
open tips of the syringe bodies 94 prior to the syringe bodies being filled with the 
medical solution 96, and the plungers are preferably added after the syringe bodies 
1 0 have been filled. However, the plungers may be added to the syringe bodies prior to 
the filling step and the tip caps added to the syringe bodies subsequent to the filling 
step without departing from the spirit of the invention. 

The remaining steps of this embodiment are identical to the first embodiment. 
Referring to Figure 4, a third, preferred embodiment of the method of the 
1 5 present invention is illustrated. In this embodiment, syringe bodies are molded and 
placed in a transfer tray prior to being transferred to the remaining steps. Thus, rather 
than a line of syringe bodies being processed through the manufacturing process, a 
plurality of syringe bodies are transported in a transfer tray through the manufacturing 
process. 

20 Like the first and second embodiments, this embodiment includes the steps of 

producing a plurality of syringe bodies 10, transferring the syringe bodies to a 
sterilization station 30, sterilizing the syringe bodies 50, sterile transferring the syringe 
bodies to a sterile environment 70, processing the syringe bodies within the sterile 
environment 90, transferring the syringe bodies to a packaging station 110, and 

25 packaging the syringe bodies 130. 

Referring specifically to Figure 4, the producing the syringe bodies step 10 of 
this embodiment includes continuously producing a plurality of syringe bodies 12a 
and 12b. Once the syringe bodies are molded, they are transferred to a quality control 
station 14a and 14b where the syringe bodies are inspected and weighed. Syringe 

30 bodies which satisfy a predetermined specification are transferred to a tip cap station 
16a and 16b where tip caps are added to each syringe body to effectively seal and 
close one end of the syringe body. Next, the interior of the syringe bodies are 
siliconized for lubrication and inserted into a nest located with a transfer tray or tub 
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1 8a and 1 8b, The syringe bodies can be siliconized prior to addition of the tip caps 
without departing from the spirit of the invention. 

During the transferring the syringe bodies to a sterilization station step 30, the 
syringe bodies are transported within the nested transfer tray along a conveyor to a 
5 sterilization station. The sterilization of the syringe bodies is carried out during the 
sterilizing the syringe body step 50. Again, the sterilization station preferably includes 
e-beam irradiation. Here, however, the e-beam dose delivered to the syringe bodies 
must be modified to take into account the increased mass of the plurality of syringe 
bodies along with the nested transfer tray. Accordingly, the dose of sterilizing 
10 irradiation is preferably in the range of 10 to 50 kGy, 20 to 40 kGy, 1 5 to 25 kGy, or 
any range or combination of ranges therein, and more preferably 25 kGy at 
approximately 1 MeV to 10 Mev, more preferably less than or equal to 5 MeV 3 or any 
range or combination of ranges therein. 

The remaining steps of this embodiment are identical to the first embodiment 
15 with the exception that syringe bodies are processed within the nested transfer trays or 
tubs rather than along the conveyor. 

Generally, the sterilized prefilled syringes described herein are filled with a 
parenteral solution, preferably sterile water for injection. It is important that the pH of 
the sterile water for injection be controlled and kept within certain upper and lower 
20 limits. One advantage of the methods disclosed herein is the tight control of the pH of 
the water for injection which resulted from using a plastic syringe body sterilized by e- 
beam irradiation shortly before filling the syringe bodies with sterile water for 
injection. 

Referring to Figure 5, the plot illustrates the trend in pH over days to fill. 
25 Namely, the pH tends to decrease over time. The following example illustrates an 
advantage of the present invention; i.e. that sterilization of plastic syringe bodies with 
e-beam irradiation improved the stability of the solution pH of the sterile water for 
injection held in the syringe bodies over equivalent gamma irradiation of the syringe 
bodies. 

30 Syringe bodies were irradiated and aseptically filled within 5 days of e-beam 

irradiation sterilization. After 3 months in storage at 40 degrees Celsius, 1 mL syringe 
bodies filled with 1 mL of water which had been sterilized using gamma irradiation 
(>40 kGy) had a solution pH of 4.71. Meanwhile, syringe bodies stored for 3 months 
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at 40 degrees Celsius which had been sterilized using e-beam irradiation (>40 kGy) 
had a solution pH of 5.25. Thus, the pH of the sterile water for injection remained 
within the USP limits of 5.0-7.0 over this time period only for the e-beam irradiated 
plastic syringe bodies. 
5 Lower doses of e-beam irradiation also maintained the solution pH of water- 

filled plastic syringes more effectively. Plastic syringe bodies irradiated with doses of 
e-beam from 20-40 kGy were filled with water within 5 days of sterilization and 
evaluated after storage. After 2 days storage at 70 degrees Celsius, which appears to 
approximate at least 2 years storage at 25 degrees Celsius, solution pH remained 

1 0 within USP limits and varied with e-beam dose. The pH of solution was 6.02 at 20 
kGy, 5.43 at 30 kGy, and 5.15 at 40 kGy. After 3 months storage at 40 degrees 
Celsius, 1 mL water-filled syringe bodies yielded pH values of 5.53 at 20 kGy and 
5.25 at 40 kGy e-beam irradiation. 

The process of filling syringe bodies immediately (within 15 minutes of 

1 5 irradiation) after e-beam irradiation sterilization has been identified as a factor in 
maintaining the pH of sterile water for injection in small syringe volumes. Plastic 
syringe bodies were sterilized with e-beam irradiation at 25 kGy and filled with water 
at various time intervals after irradiation. The syringe bodies were then stored 
separately for 2 days at ambient temperature and 2 days at 70 degrees Celsius. The 

20 solution pH was tested after storage. The results indicated that the immediately filled 
syringe bodies had substantially higher solution pH than those filled 2 and 6 days after 
irradiation. 

The study was repeated and the results were confirmed with both e-beam and 
gamma irradiated plungers; thus, predicting that product shelf-life for small volume 

25 sterile water for injection filled polymeric syringe bodies may be extended with 
respect to solution pH by filling the e-beam irradiated polymeric syringe bodies 
immediately; i.e. within 15 minutes after receiving the e-beam irradiation. It is 
believed that immediate filling quenches the free radicals formed on the surface of the 
syringe bodies during irradiation especially when the syringe bodies are produced 

30 from a material where ionizing radiation causes the formation of free radicals that 
could lead to pH changes in the parenteral solution. If a material oxidizes as a result 
of the e-beam irradiation, the oxidized substances may leach into the contents of the 
syringe over time. Also, hydrogen peroxide levels of the water have been measured 
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and shown to be quite low (<50 ppb). Therefore, by reducing the pH change caused 
by the plastic syringe body, the shelf-life of the product is extended. 

The following table summarizes the results of the study: 
Table 1 : Immediate Fill of SWFI after E-Beam Processing of Plastic Syringe 



5 


Bodies 












Fill Timing 


Ambient Control 


Two Days 70°C 
Storage 


10 


E-beam Irradiated 
(25kGy) Plastic 
Syringe Bodies with 
E-beam Irradiated (25 
kGy) Elastomeric 
Plungers 


Filled Immediately 
with 1 mL 


5.97 


5.66 






Filled Immediately 
with 1 0 mL 


5.70 


CCA 

5.54 


15 




Filled with 10mL6 
Days Post-Irradiation 


5.56 


5.15 


20 


E-beam Irradiated 1 
mL (25kGy) Plastic 
Syringe Bodies with 
E-beam Irradiated 
(25kGy) Elastomeric 
Plungers 


Filled Immediately 


6.09 


5.77 






Filled 2 Days Post- 
Irradiation 


5.78 


5.08 






Filled 6 Days Post- 
Irradiation 


5.88 


5.12 


25 


E-beam Irradiated 1 
mL (25kGy) Plastic 
Syringe Bodies with 
Gamma Irradiated 
(25kGy) Elastomeric 
Plungers 


Filled Immediately 


6.13 


6.05 


30 




Filled 2 Days Post- 
Irradiation 


5.76 


5.12 






Filled 6 Days Post- 
Irradiation 


6.00 


5.02 
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It will be understood that the invention may be embodied in other specific 
forms without departing from the spirit or central characteristics thereof. The present 
embodiments, therefore, are to be considered in all respects as illustrative and not 
restrictive, and the invention is not to be limited to the details given herein. 



